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STUDIES ON TEE PROCESS OF CEMENTATION

97

thickness of more than a millimeter, oscillating only between 1.27'and 1.33%,
then falls from 1.27 to 0.88% in the space of a quarter of a millimeter, then

again remaining almost absolutely constant between 0.88% and 0.86%
in the eutectic zone, more than half a millimeter thick, and diminishes rap-
idly from 0.86% to 0.61 % in the successive four tenths of a millimeter.
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